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0 Fabrication process of polarization-maintaining optical fiber. 

0 Disclosed is a process for fabricating a polariza- 
tion-maintaining optical fiber from a colunin preform 
in which a core is surrounded by a cladding based 
on SiCfe. This process comprises a surface treatment 
step for introducing a liquid, such as hydrofluoric 
acid solution which increases a width of a scratch 
formed on a through hole, into said through hole, the 
hole having been formed by tx)ring the cladding in 
preparation for insertion of a rod of a stress-applying 
member. 
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BACKGROUND OF THE INVENTiON 

Held of the Invention 

The present invention relates to a fabrication 
process of polartzation-maintainihg optical fiber. 

Related Background Art 

A polarization-maintaining optical fiber has 
such structure that near a core body to become a 
transrhission path, there are stress-applying mem- 
bers based on silica glass doped for example with 
B2O9 having a larger thermal expansion coefficient 
than the core body whereby the coref body re- 
ceives a non>axial symmetry pulling stress. Thus, 
the core body will have equivalent birefringence 
because 61 these istresses to show excellent optical 
trarismi'ssion characteristics. 

Cbhventiohally known methods foi' fabricating 
such polarization-maintaining optical fibers are for 
example those as diBscribed in Japiahese Laid-open 
Patent Application No. 61-174t35; Japanese Laid- 
open Patent Application No. 1-153551; Japanese 
Laid-open Patent Application No. 62-12625; Japa- 
nefse Piatent Publication No. 63-1252. Japanese 
Patent Publication No. 63-28857 and U.S. Patent 
Na5.160,522: 

SUMMARY OF THE INVENTION 

The present invention is directed to a polariza- 
tion-maintaining optical fiber fabrication process for 
fabricating a polarlzatlon-maihtaining optical fiber 
from a column preform in which a core body is 
buried in a cladding based on silica glass. 

A polarization-maintaining optical fiber fabrica- 
tion process according to the present invention 
comprises at least six steps. 

A first step Is of boring a through hole into the 
cladding away from the core and along the longitu- 
dinal direction of the core. A second step is of 
removing undesired impurities present on an inner 
surface in the through hole. A third step is of 
inserting a rod of a stress-applying members made 
of a material having a different thermal expansion 
coefficient from that of the cladding into the 
through hofe. A fourth step is of sealing at least 
one end of the through hole formed in the cladding. 
A fifth step Is of reducing tiie pressure in the 
through hole with the rod inserted therein down to 
a pressure lower than the atmospheric pressure. A 
sixth step is of drawing a preform for polarization- 
maintaining optical fiber formed at the fifth step. 

The second step comprises a surface treat- 
ment step for introducing a liquid which increases a 
width of a scratch (crack groove) formed on the 
inner surface in the through hole, into the through 



hole, and the liquid increases a surface roughness 
of the inner surface In the tiirough hole. 

A hydrofluoric acid solution (HF) is effective as 
tiie liquid which increases tiie width of a scratch 

5 formed on the inner surface, and is effective as -the 
liquid which increases the roughness of the inner 
surface. In other wards, an edge formed around a 
opening of thef sciratch is smoothed.' * = 

At the first stepr the through hole is bored into 

10 the cladding. A boring machine such as an ultra-, 
sonic boring machine is normally used to form the 
through hole. The boring machine has a harder 
member than the cladding in order to bore, the 
through hole. Any hard member has contiamlhation 

16 attached to the surface thereof. Also, a lot of dust 
is floating in the air/ Therefore, after the first step of 
boring the through hole into the cladding, undesir- 
ed impurities inevitably remain deposited on the 
inner surfaces in the through hole. In addition, 

20 scratches and crack grooves are formed on the 
inner surface in the through hole with processing at 
the first step. Such undesired impurities or 
scratches will result in increasing a transmission 
loss of finally fabricated polarization-maintaining 

25 bpticar fiber ahd lowering the mechanical strength 
thereof. 

The silica glass^tchihg solution such as the 
hydrofluoric acid solution (HF) etches the inner wall 
surface in the through hole. By etching the inner 

30 wall surface with the liquid, the undesired impuri- 
ties present on the inner wall surface are renrK)v0d 
together with Saoa or silica glass in the surface 
layer of the inner wall surface in the through hole. 
The hydrofluoric acid solution (HF) etches Sao2 or 

35 silica glass so that it increases the width of a 
scratch and a crack groove formed on the inner 
wall surface. A heating treatment of preform must 
be conducted in order to fabricate a polarization- 
maintaining optical fiber from the prefomn. For ex- 

40 ample, the preform must be fused at the sixth step 
to draw a fiber. Also, the preform is generally 
heated at the fourth step to seal the tiirough holes. 

If such heating treatments are conducted with- 
out using the hydrofluoric acid solution (HF), only 

45 openings of scratches and crack grooves are fused 
to stick, so that voids are formed in the deep ends 
of grooves. Gas is present in the voids formed in 
the deep ends of grooves, this gas increases its 
volume when heated. Consequently, there are bub- 

50 bles formed in the finally fabricated polarization- 
maintaining optical fiber because of tiie increase in 
volume of the gas. 

Existence of the bubbles will result in increas- 
ing a transmission loss of polarization-maintaining 

55 optical fiber and lowering the mechanical strength 
thereof. In contrast, the use of hydrofluoric acid 
solution (HF) increases the width of scratches and 
crack grooves, which minimizes such degradation 
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of characteristics of polarization-maintaining optical 
fiber. 

Although the hydrofluoric acid solution (HF) 
etches Sao2 or silica glass, the etching rate 
changjes if inorganics such as melals are present 5 
as the undesired impurities on the inner surfaces in 
the through holes* If the etching rate can be under 
control in forming the through wholes, the char- 
acteristics of finally fabricated pplarization-maintain- 
ing optical fiber can be made uniform. to 
- Then,: the second step comprises, prior to the 
surface treatment stop, an inorganic dissolving step 
of introducing a Jiquid which dissolves the un- 
desired: inorganics (such as metals), into the 
through 'hole. The undesired-inorganics-dissotving 75 
liquid is a liquid using at least one liquid of hy- 
drochloric acid, nitric acid and sulfuric acid. Among 
them, .aqua regia, which, is a mixture of hydrochlo- 
ric acid and nitrie acid at-a ratio of 3:1. is. effective 
to remove the Xindesiredcinprgariics. because it can 20 
dissolve almpst allvrpetaJSy^Alspo since the undesir- 
ed inorganics degr:ade -the characteristics of pro; 
duced polarization-maintaining loptical fiber, remove 
al of inorganics is .preferable in this senses ^ 

Performing - this treatment, th^ undesired inor- 25 
ganics are dissolved in the liquid such as the aqua 
regia. However* undesired organic irnpyrities still 
remain on the inner . wall In. the through hole. 

Thus, the second step comprises an organic 
dissolving step of introducing a liquid which dis- 30 
solves undesired organics. into the through hole. 
The undesired-organics-dissolving liquid is for ex- 
ample a liquid using at least one liquid of methanol, 
ethanol, propane! and acetone. 

In the second step, it is preferred that ultra- 35 
sonic waves are applied to the preform in order to 
effectively remove the undesired impurities. The 
:ultrasonic waves can effectively remove the un- 
'desired impurities within a short time by vibrating 
-the above liquids. 40 
■■r There are scratches and crack grooves formed 
on the inner wall in the through hole formed in the 
cladding. From the above-described reason, it is 
preferred that these scratches and crack grooves 
we removed or that the width of crack grooves is 45 
-enlarged. After completion of the above steps, the 
^rpolarizatlon-maintaining optical fiber fabrication pro- 
»'eess according to the present invention further 
^comprises a flame-polishing step of flame-polishing 
the inner surfaces in the through hole between the so 
second step and the third step. The flame-polishing 
step is conducted by inserting a first burner into a 
through hole. Then the inner surface? of through 
hole is uniformly fused to be smoothed. In particu- 
lar, it is to be desired that in the flame-^polishing 55 
step the first burner with flame is inserted into a 
through hole and at the same time the preforrr^ is 
rotated about the axis of through hole as the rota- 



tion axis. This can more uniformly smooth the Inner 
surfaces In the through holes, in addition, the inner 
wall surfaces in the through holes can be more , 
smoothed by heating the preform from the outside 
by means of a second burner. 

The width of the scratches formed on the inner 
surface in the through hole Is increased by using 
HF solution, but extremely increase Is not prefer-, 
able. It is desirable from the viewpoint of char- 
acteristics of fabricated polarization-maintaining op- 
tical fiber that the first step comprises a step of 
polishing the inner surface in the through hole up 
to the roughness of 0 to 1 um, and is also desir- 
able from the viewpoint of characteristics of fab- 
ricated polarization-maintainmg optical fiber that the 
second step processes the Inner surfaces in the 
through holes up to the roughness of 0 to 2 um. 

The method for heating the inner surf ace is not 
limited to the above flame-ppHshing stepV Accprd^^ 
ing to the present, invention, the process may fur- 
ther corpprise. ; bjBtween the second step and the 
third step, a pjasma heating step of keepirig the 
inside of the through hole in an atmosphere of rare 
gas with pressure lower than the atmospheric pres- 
sure and changing the rare, gas into plasma there- 
of. The rare gas plasma formation niay be, done by 
applying high-frequency waves to tiie preform. The 
rare gas plasma formation may be done by Irradiat- 
ing the preform with electromagnetic waves as 
well. 

The present invention is also characterized in 
that the process comprises a first gas cleaning 
step between the surface treatment step in the 
second step and the third step, of introducing a 
gas which removes undesired impurities present in 
the through holes, into the through holes; wherein 
the first gas cleaning step comprises a step of 
introducing a first gas which reacts with inorganics 
when activated, into the through holes; a first gas 
activating step of activating the first gas; a step 
executed after the first gas activating step, of in- 
troducing a second gas which reacts with organics 
when activated, into the through holes; and a sec- 
ond gas activating step of activating the second 
gas. .. ... 

The first gas is a chlorine-based gas or a 
mixed gas of a chlorine-based gas and oxygen 
gas. Alsfo, the second gas is oxygen gas or a 
mixed gas of oxygen gas and a chlorir>e-based 
gas. When the firs;t gas is activated, the activated 
gas reacts with undesired impurities of inorganics 
(nietals) present on the inner wall in the through 
hole to be removed. After the inorganic (metal) 
impurities are removed and when the second gas 
is activated, the activated second gas reacts with 
undesired impurities of organics such as oil present 
on the inner wall in the through hole to be re- 
moved. The chloririe-based gas such as chlorine. 
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carbon tetrachloride, thionyl chloride, or hydrogen 
chloride is a compound having the dehydration 
action and producing chlorine ions when decom- 
posed. 

The reason why Ihe chlorine-based gas is In- 5 
troduced into the through holes before Introduction 
of oxygen gas is to prevent the oxygen gas from 
reacting with Inorganic impurities to form oxides. 
Since oxides are very stable compounds, it Is too 
difficult to remove such oxides. The chlorine-based 10 
gas and oxygen gas may be simultaneously intro- 
duced Into the through holes as a mixed gas there- 
of. Namely, the present Invention has such a fea- 
ture that the process comprises, between the sur- 
face treatment step In the second step and the 15 
third step, a step of introducing a mixed gas of a 
first gas which reacts with inorganics when ac- 
tivated and a second gas which reacts with or- 
ganic^ when activated, into the through hole* and a . 
gas activating step for activating the mixed gas, 20 

• The: use of the mixed gas can remove un- 
desired impurities present in the through holes and 
can reduce the time necessary for the fabrication 
process:^- 

The first gas activating step and the second 25 
gas activating step can be effected by supplying 
heat to the first gas arKJ to the second gas from the 
outside of preform or by changing the first gas and 
the second gas Into plasma thereof. For the supply 
of heat, the preform is heated from the outside 30 
using a heater such as resistance furnace, high 
frequency fumace or burner. Moving the burner or 
preform in the longitudinal direction of preform, the 
undesired impurities attached to the inner wall In 
the through hole can be efficiently removed. 35 

Also, the plasma formation may be done by 
applying high-frequency waves to the outside of 
preform or by irradiating the preform with elec- 
tromagnetic waves. 

The first gas and the second gas may be 40 
arranged to be introduced into the through hole 
between the third step and the fourth step. The 
second gas cleaning step of introducing these gas- 
es for removing the undesired impurities present in 
the through holes comprises a step of introducing a 45 
first gas which reacts with inorganics when ac- 
tivated, into the through holes, a first gas activating 
step of activating the first gas. a step executed 
after the first gas activating step, of introducing a 
second gas which reacts with organics when ac- 50 
tivated. Into the through holes, and a second gas 
activating step of activating the second gas. 

The second gas cleaning step has the same 
effect as the first gas cleaning step as described 
above. Since the stress-applying members are in- 55 
sorted into the through holes, the step removes 
undesired inorganic and organic impurities at- 
tached to the surface of the stress-applying mem- 



ber in addition to the undesired impurities attached 
to the inner wall surface In the through hole. It Is to 
be desired that the heating temperature at this step 
is set lower than that at the first gas cleaning step, 
when the melting point of the stress-applying mem- 
ber Is lower than that of the cladding. The melting 
temperature of the stress applying member, is near-^ 
ly equal to the meltirig temperature of the cladding. 

The present invention has such a feature that 
the process comprises a second gas cleaning step 
between the third step and ^ the fourth step, of 
Introducing a gas which removes undesired impuri- 
ties present in the through holes, into the through 
holes; wherein the second gas cleaning step com- 
prises an ozone gas Introducing step of introducing 
ozone gas into the through holes while irradiating 
the prefonm with ultraviolet rays. The ozone; gas 
introduced into the through holes is activated when 
the preform is in-adiated with ultraviolet rays. The 
ozone gas reacts with undesired impurities present 
in the through holes and thus rempyes the impurit 

ties. :■ :■ :;. ..-V;- ' , ■ \. • ... , . ..\ ' 

It . is desirable that the secoodi: gas cleaning 
step is employed together with a step of introduc- 
ing a first gas which reacts with inorganics when 
activated, into the through hole. This combiriatipn 
can remove inorganic inipurities as well as organic 
impurities. 

The first gas contains a chlorine-based gas. 
From the viewpoint of impurity removal, the 
wavelength of ultraviolet rayS: is preferably shorter 
than 300 nm. 

The present invention has a further feature of 
further comprising a step of introducing helium gas 
into through holes between the third step and the 
fourth step. It is to be desired in the polarization- 
maintajning optical fiber fabrication process accord- 
ing to the present invention that the pressure in the 
through holes is reduced as much as possible 
before the preform for polarization-maintaining op- 
tical fiber is drawn at the sixth step. 

Since the helium gas has a large diffusion 
constant, it can be readily sucked in removing the 
helium gas in the through hole by a vacuum pump. 
Even if the helium gas remains, it negatively affects 
the characteristics of fabricated polarization-main- 
taining optical fiber, tecause the helium gas is an 
inert gas. Also, since the helium gas is an inert 
gas, it is safer than hydrogen gas in respect of 
fabrication process. 

The helium gas may be anan^ed to be intro- 
duced into the through hole between the fifth step 
and the sixth step. The process may further com- 
prise a step of reducing the pressure in the through 
hole to a pressure lower than the atmospheric 
pressure between the helium gas introducing step 
and the. six step. 
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It is preferred that the rod of the stress-apply- 
ing member inserted at the third -step Is cleaned 
using liquids similarly as the preforhi. Namely, 
there are undesired Impurities attached to the sur- 
face of the rod of the stress-applying member 5 
similarly as on the inner surfaces in the through 
Holes! Such undesired irhpurities could increase a 
transmission loss of finally- produced polarization- 
maintaining optical fiber and reduce the mechanical 
strength thei'eof. The ^tress-applying^ member is ra 
first soaked In a liquid <foir example, aqua regia^ 
hydrochloric acid, nitric acid 6r sulfuric acid) which 
dissolves inorganics. The stress-applying member 
is ^ then soaked iri a liquid {acetone, methanol, 
eihanbf or proparioiy which dissolves organics. 75 
'-^^'^ The stress-applying member is then soaked In 
a liquid which etches silica glass, such as a 
hydrofluoric acid solution (HF). H is preferred that 
bltrasohic waves- are applied to the preform or the 
stress-applying member at each' liquid cleaning 20 
6tep. The stresis-applyihg member is^ subjected to 
such treatments for the same reason as in the 
liquid cleaning step foi^ the inner surfaces in' the 
through holes. 

After the cleaning with the hydrofluoric acid 25 
solution (HF). heat'to fuse the surfaces of stress- 
applying members is supplied from the outside. 
This heat makes the surface of stress-applying 
member sm£)Othed: It is' preferred from the 
viewpoint of uniform smoothing that the stress- 30 
applying member is heated while rotated about the 
axis thereof as the rotation axis. 

The present invention will become more fully 
understood from the detailed description given 
hereinbelow and the accompanying drawings which 35 
aire given: by way of illustration only, and thus are . 
not to be considered as limiting the present inven- 
tion:'' ' • 

^ Further scope of aipplicability of the present 
invention will become apparent from the detailed 40 
description given hereinafter. However, it should be 
understood that the detailed description and spe- 
cific examples* while indicating preferred embodi- 
ments of the invention, are given by way of illustra- 
tion only, since various changes and modifications 45 
Within the spirit and scope of ^ the invention wilf 
become apparent to those skilled in the art forni 
^his detailed description. 

BRIEF DESCRIPTION OF THE DRAWINGS . 50 

Fig. 1 is a perspective view to illustrate a 
preform partly In section; 
Fig. 2 is a perspective view of a polarization- 
maintaining optical Tiber; 65 
Fig. 3 Is a fk>wchart to illustrate a fabrication 
process of the polarization-maintaining, optical 
fiber according to the first embodiment; 



Fig:- 4 is an explanatory drawing to illustrate a 
step of tx)rlng the preform shown In Fig. l; 
Fig. 5 is a perspective view to show the preform 
with through holes bored therein, partly in sec- 
tion, in the manner shown In Fig. 4; . 
Fig. 6 is a perspective view to show vessels and 
an ultrasonic cleaner prepared for cleaning the 
preform with through holes bored therein; 
Fig. 7 is an explanatory drawing to illustrate a 
state in which the preform is cleaned in a vessel: 
as shown In Fig. 6; 

Fig. 8 is an explanatory drawing to illustrate a 
state in which the preform is cleaned in a vessel 
as shown in Fig. 6; ' . .. 

Fig. 9 is an explanatory drawing to illustrate a 
state in which the preform is cleaned in a vessel 
as shown in Fig. 6; 

Fig. 10 is an explanatory drawing to illustrate a 
state in which; the preform is cleans ;a ve^ssi^p 

as shown^i^ Fig. 6; • - ^ - ? n . j^ vt' ^- i;^^ 

Fig ; I t is a cross sectional view:of th^ preform 
before : It : is . cleaned with a , hydrofluoric ~acid 
solution; 

Fig. 12 is an explanatory drawing to Illustrate a 
state in which the preform is cleaned; In a vessel 
shown in. Fig. 6; 

Fig. 13 is an explanatory drawing to illustrate .a 
state in which the preform Js cleaned in ayessel 
: shown in Fig. 6; , 
Fig. 14 is a cross sectional view of the preform 
after it was cleaned with a hydrofluoric acid 
solution; 

Rg. 15 is a perspective view to illustrate an 

apparatus for flame-polishing; 

Fig. 16 is an explanatory drawing to shovv the 

preform held by the apparatus of Fig. 15 as 

seen along the direction of arrow A; 

Fig. 17 is a cross sectional side view, of the 

prefonn as seen along the direction of arrow B 

in Fig. 15; 

Fig. 18 Is an explanatory drawing to illustrate 
Influence of crack grooves; 
Fig. 19 Is an explanatory drawing to illustrate a 
state In which openings of crack grooves are 
fused to stick; 

Fig. 20 is. a cross sectional view of the preform 
to which a dummy tul>e is attached; 
Fig. 21 is a perspective view of a glass lathe in 
which the preform is set- 
Fig. 22 is ^ cross sectional view of the glass 
lathe shown in Fig. 21, as seen In the direction 
of arrows CO; 

Fig. 23 Is a cross sectional view to illustrate a 
state in vyhich a side wall of the glass lathe Is to 
be moved; 

Fig. 24 Is a schematic illustration to show a 
cross section of the preform set in the glass 
lathes shown in Fig. 22. in which chlorine ga$ 
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and oxygen gas are introduced through a gas 
tube into through holes; 

Fig. 25 is a perspective view to show the 
preform^ partly in section, in which stress-apply- 
ing memt^ers are Inserted into through holes 5 
formed through the prefornr>; 
Rg. 26 is a; schematic illustration to show a 
cross section of the preform set in the glass 
lathe shown in Fig. 22. in which stress-applying 
members are inserted into through holes and in io 
which chlorine gas and oxygen gas are intro- 
duced through a gas tut>o into tho through 
holes; 

Rg. 27 is an explanatory drawing to illustrate a 
state in which one end of a dummy tube shown 75 
in Fig; 26 is fused to stick; 
Rg. 28 is an explanatory drawing to illustrate a 
state in which the other end of the dummy tube 
shown in Rg. 27 is fused to stick: 
Fig. 29 is an explanatory drawing to illustrate a 20 
State in which the preform is separated from the 
glass l^the while heated at the other end: 
Fig. 30 is an explanatory drawing to illustrate a 
step of di-awing the formed preform for polariza- 
tion^aintaining optical fiber:= 25 
Fig. 31 is a flowchart to illustrate a cleaning step 
of stress-applying members; 
Fig: 32 is a perspective view to show vessels 
and an ultrasonic cleaner prepared for cleaning 
the stress-applying members; 30 
Rg. 33 is an explanatory drawing to illustrate a 
state in which rods of stress-applying memberis 
are cleaned in a vessel shown in Fig. 32; 
Rg. 34 is an explariatory drawing to illustrate a 
state in which rods of stress-applying members 35 
are cleaned in a vessel shown in Fig. 32; 
Fig. 35 is an explanatory drawing to illustrate a 
state in which rods of stress-applying members 
are cleaned in a vessel shown in Rg. 32; 
Rg. 36 is an explanatory drawing to illustrate a 40 
state in which rods of stress-applying members 
are cleaned in a vessel shown in Rg. 32; 
Fig: 37 is an explanatory drawing to illustrate a 
state in which rods of stress-applying members 
are cleaned in a vessel shown in Rg. 32; 45 
Rg. 38 is an explanatoiry driawing to illustrate a 
state in which rods of stress-applying members 
are cleaned in a vessel shown in Rg. 32; 
Fig. 39 is a perspective view to show rods of 
stress-applying miambers and an apparatus for 50 
flame-polishing the rods- 
Fig. 40 is a graph to show a relation of cross 
talk (dB) of fabricated 1 -km polarization-main- 
taining optical fiber with surface roughn^s (um) 
of inner surfaces in through holes; 55 
Fig. 41 is a graph to show a relation of surface 
roughness (um) with etching time (min.) using 
hydrofluoric acid; 



Rg. 42 is a graph to show a relation of cross 
talk (dB) of. fabricated 1-km polarization-mairh 
taining optical fiber with surface roughness (um) 
of inner surfaces in through holes; 
Rg. 43 Is a drawing to show electrodes set . on 
the periphery of preform fixed in the glass lathe 
shown in Fig. 21, in which high-frequency power 
is applied to the electrodes so as to produce 
plasma in through holes; 

Fig. 44 is an explanatory drawing toJIlustrate a 
state in which chlorine gas and ozone gas are 
introduced into the preform fixed Jn the . glass 
lathe shown in Fig. 21 ; 

Rg. 45 is an explanatory drawing to illustrate, a 
state in which the preform is irradiated with 
ultraviolet rays after ozone gas was introduced 
into the through holes as shown In Rg. 44; 
Fig. 46 is an explanatory drawing to illustrate a 
_ state in which only one end of dummy tube, is 
sealed and fiber drawing is done while suction is 
effected from the other end of dummy tube; and 
Rg. 47 Is an explanatory drawing to illustrate a 
method for fixing the rods of stressrapptying 
members. 

DESCRIPTION OF THE PREFERRED EMBODI- 
MENTS 

An embodiment of a method for fabricating a 
polarization-maintaining optical fiber according to 
the present invention will be described with refer- 
ence to the accompanying drawings. In the follow- 
ing description same elements will be denoted by 
same reference numerals and redundant deiscrip- 
tion will be omitted. 

Rg. 1 is a perspective view to illustrate an 
optical fiber preform PF partly in section. The op- 
tical fiber preform PF has a core 1 and a cladding 
2. The core 1 is buried in the cladding 2. 

A refractive index of the core 1 is higher than 
that of the cladding 2. The core 1 and the cladding 
2 are made of such materials as (GeOa^Saoz and 
Sao2), (P205*Sao2 and Sao2). (Ge02»P2C)5»Sao2 
arid Sao2), (Ge02»Sao2 and F»Sa02) or (Sao2 and 
F»Sa02). respectively. 

The optical fiber preform PF can be fabricated 
using the so-called VAD <Vapor Phase Axial Depo- 
sition) process. The optical fiber prefonm PF can be 
produced by another method. Other fabrication 
methods of optical fiber preform PF are the so- 
called MCVD (Modified Chemical Vapor Deposi- 
tion) process, OVD (Outside Vapor Phase Deposi- 
tion) process, rod in tube process, etc. 

Rg. 2 is a perspective view to Illustrate a 
polarization-maintaining optical fiber PF3. The po- 
larization-maintaining optical fiber PF3 has a core 
100. stress-applying members 300. 400 and a clad- 
ding 200. The core 100 is buried in the cladding 
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200. The stress-applying members 300, 400 are 
alsa buried in the cladding 200. The stress-apply- 
ing members 300, 400 are located at positions 
symmetric with each other with respect to the core 
100. The: stress-applying members 300. 400 are 5 
different in thermal expansion coefficient from the 
cladding 200. A relative refractive index difference 
between , the stress-applying members 300. 400 
and the cladding 200 is -1.0 to +1.0 %. A relative 
refractive index difference betweenvthe core 100 to 
and the cladding 200 is +0.1 to +3.0 %. 
' Described below. is a method for fabricating the 
polarizsrtion-mainlaining optical fit>er PF3 shown in 
Fig.2..--.- 

■^3^. An^optical fiber preform PF as shown in Fig. 1 76 
is ^irst. prepared. Materials for (the core 1 and the 
cladding 2) are (Ge02»Sao2 and $ao2), respec- 
tively. An amount of addition of GeOz in 
GeOr»Sao2 .forming the core. 1 is 4. wt%:. The 
optical fiber preform PF -is designed such that the 20 
polarization-maintaining ^optical fiber .PF3 shown in 
:FiQ:r2 vfWi have ;the cutoff wavelength of 1.25 um. 
Diameters of-theiCore1 and tha cladding 2 are.1. to 
2.4 mm and 36 mm, respectively. i 

First Embodiment s - ^ j^iN . ^ v-^ L i " - ;. 

In the fabrication process of polarization-main- 
taining optical fiber .according to the present em- 
bodiment, the optical fiber preform: :PF shown, in 30 
Fig. 1 is processed according to the flowchart of 
Fig. 3. Steps in the processing will be described in 
accordance with the flowchart of Rg. 3. . s 



Rrst Step 35 

i... At the first step (Si) shown in. Rg. 3,. holes into 
which the stress-applying members are to be. in- 
serted are bored into the cladding of optical fiber 
preform PF.. 40 

As shown in Rg. 4, a pair of through holes 5. 6 
into which a pair of stress-applying members are to 
be inserted are first formed through the cladding 2 
of preform PF in which the core 1 is buried in the 
center of the cladding 2. An ultrasonic drill 45 
equipped with a diamond grinding wheel 112 at the 
tip is used to form the through holes 5, 6. The 
diameter of diamond grinding wheel 112 is 10 mm 
and the grain size of cutting surface thereof is 
#2000. The diamond grinding wheel 1 1 2 is moved 50 
down at rate of 4. mm/min. while rotated at , 3000 
rpm. whereby the through holes 5. 6 are bored with 
inner diameter of about 10 mm apart from the core 
1 and along the longitudinal direction of the core 1. 

Then the inner walls in the through holeis 5, 6 55 
are polished using a honing machine having an 
unrepresented grinding wheel, up to maximum 
roughness of inner walls of about 0.5 um. and inner 



diannieter of 10.5 mm. This grinding wheel has the 
grain size of cutting surface of #3000. An annount 
of one polishing is set to 20 um. Following the 
above processes, a preform PF1 is formed with the 
through holes 5, 6 bored therein. Rg. 5 is a per- 
spective view to show the preform PF1 with the 
through holes 5, 6 bored therein, partly in section^ 

Second Step 

At the second step (S2) shown in Fig. 3, the 
interior of the through holes 5, 6 in the preform 
PF1 is washed with liquid: 

Three vessels 117. 118. 119 are first prepared 
as shown in Fig. 6. The first vessel 117 is filled 
with 5 % aqua regia . (mixture of hydrochloric acid 
and nitric acid). The second vessel 118 is filled 
with ethyl alcohol. The third vessel 119 is filled^with 
a 5 % HF (hydrofluoric acid) solutipn.iThese%v^5- 
sels 117, 11.8, 119 are set on an ultrasonic cleaner 
120. Grooves:; ar^, made on the ultrasoniG: cleaner 
120, and the vessels 117. 118, i 19 are set rn the 
grooves. 

Ultrasonic cleaning is continued for one hour 
while the preform PF1. is soaked in the vessel 117 
as shpwn in Fig. 7.; Since the vessel 1 1 7 .contains 
the aqua regia. the aqua regia dissolves metal 
impurities present on the inner walls in the through 
holes 5. 6 in the preform PF1. re^movjng them from 
the inner walls in the through holes 5* 6. As shown 
in Fig. 8, pure water is poured into the vessel 117 
to rinse the preform PF1 therewith. On this occa- 
sion the ultraspntc cleaner 120 may be operated to 
effect ultrasonic cleaning to rinse the preform PFl. 
Liquid overflowing out of the vessel 117 flows in 
the grooves on the ultrasonic cleaner 120 to be 
discharged to the outside. 

After that, the preform PFl is taken out of the 
vessel 117, and ultrasonic cleaning is performed 
for one hour while the preform PFl is soaked in the 
vessel 118 as shown in Fig. 9. Since the vessel 
118 contains ethyl alcohol, the ethyl alcohol dis- 
solves organic impurities present on the inner walls 
in the through holes 5. 6 in the preform PFl. 
removing them from the inner walls in the through 
holes 5, .6. As shown in Fig, 10, pure water is 
poured intp the vessel 118 to rinse the prefomi 
PF1 therewith. On, this occasion the ultrasonic 
cleaner 120 may be operated to perform ultrasonic 
cleaning to rinse the prefonn PFl, Liquid over- 
flowing out of the vessel 118 flows in the grooves 
on the ultrasonic cleaner 120 to be discharged to 
the outside. 

Fig. 11 is an explanatory drawing to Illustrate a 
state in the through holes 5. 6 of preform PFl after 
the above liquid cleaning. 

The inner walls in the through holes 5, 6 have 
crack grooves (scratch) 50 formed by the boring 
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step at Step i. Inside the crack grooves 50 there 
are undesired impurities 51 which cannot t>e re* 
moved by the above liquid cleaning. Openings of 
the crack grooves 50 are relatively small. 

To remove these' impurities ' 51 ; the preform 
PF1 is taken out of the vessel 118 and ultrasonic 
cleanihg is conducted for 5 minutes while the 
preform PF1 is soaked In the vessel 119 as shown 
in Rg. 12. Since the vessel 119 contains the HF 
solution, the impurities 51 preisent on the inner 
waits in the thi'ough holeis 5. 6 In the preform PF1 
are removed thereby. The removal of the impurities 
is effected by the corrosive action of hydrofluoric 
acid aigainst Sao2 to slightly etch the inner walls in 
thd through holes 5. 6. As shown in Fig. 13. pure 
wiater is poured into the vessel 119 to rinse the 
p^efornri PF1 therewith. On this occasion the ultra- 
sonic deaner 120' rn^y be operated to cohdiict 
ultrasdhic'^cieanmg^'o ri^^^ the preform PFl . Liquid 
oVerfidwihg but of the vessel 119 flows in thie 
grooves oh the ultrasonic cleaner 120 to be dis- 
chstrged to the outside! 

Fiig. 14 is an explanatory drawing to illustrate a 
slat^ inislde' the through holes 5; 6 in the preform 
PF1 after completion of thie 'cteaihing usihg the 
hydrofluoric acid. The impurities 51 in the crack 
girooves 50 shown in Fig. 11 are removed together 
with Saog or silica glass upon the slight etching of 
the innei^ walls in the through holes 5. 6. The 
openings of crack grooves 50 become enlarged as 
compared with tho^ in Rg. 1 i. 

After that, the prefoi'm PFi is taken out of the 
v^sWi 119 and dried in an unrepresented clean 
bench. 

In this step inorganic impurities remaining in 
the preform PFI can be removed by using the 
aqua regie (mixed solution of hydrochloric acid and 
nitric acid) as the first liquid isolvent in the cleaning 
process in fabricating the preform PF2 for polariza- 
tiori-maihtaining optical fiber. 

Also, the use of ethyl alcohol as the second 
liquid solvent can effect removal mainly of organic 
impurities remaining in the preform PFI , which 
could not be fully removed by using only a chlorine 
gas employed in the conventional methcids. This 
can pi^eveht production of bubbles due to gasifica- 
tion of' organic impurities and tan achiiBve igreat 
improvements in optical transmission charactei^is- 
tics and in mechanical strength. 

Further, applying ultrasonic waves to the clean- 
ing system, the removal effect of residual impuri- 
ties by the cleaning system can be improved and 
the cleaning time can be reduced. 

Further, the impurities remaining in the fine pits 
can be surely removed by finely etching the inner 
surfaces of preform PFI with hydrofluoric add as 
the third liquid solvent. Also, by using the 
Hydrofluoric acid after the impurities in the cleanihg 



system were removed by the aqua regia and the 
ethyf alcohol; selective etching may be avoided In 
contaminated portions in the preform PFI ; so that 
smoothness of Inner surfaces of preform PFI can 

5 be maintained; whereby the production of bubbles . 
can be avoided after fiber drawing. 

Also, since the inner wall surfaces In the 
through holes 5, 6 can be uniformly cleaned and 
smoothed, curvature of inner wall surfaces as seen 

10 in the conventional gias phase etching will not ocr 
cur, which results in greatly f educing production of 
bubbles in the polarization-maintaining optical fiber 
PF3. Further, the liquid phase etching in the clean* 
ing process can greatly remove the crack grooves 

75 50 and enlarge the openings of crack grooves 50. 
which can prevent voids from being formed iriside 
the cracks 50 when the preform PFI is hedted so 
as to rhelt in the below-described process. v 
Although this step employed the aqua regiat as 

20 the first liquid solvent with inorganic dissolutibn 
effect for cleaning the iriner surfaces in the through 
holes 5. 6; the fiVst liquid sdlvem may^b^^^ 
drochloric acid; nitric acidi or sulfuric acid; Alsd; 
although this step employed the ethyl alcohol as 

25 the second liquid solvent with organic dissblution 
effect for cleaning the inner surfaces in the through 
holes 5, e. the second liquid solvent mayi be 
rhethanol, propanol or acietorieV In addition, ah 
though this step employed the hydrofluoric add as 

30 the third liquid solvent with the corrosive effect on 
the inner surfaces in the through holes 5. 6. thd 
third liquid solvent may be any solvent as long as it 
has the corrosive effect against the preform. 

35 Third Step 

At the third step (S3) shown in Fig. 3. the inner 
surfaces In the through holes 5. 6 are flame-pol- 
ished. 

40 Rg. 15 is a perspective view to show an ap- 

paratus EQI for flame-polishing the inner surfaces 
in the through holes 5. 6 and the fjrefonrh PFI set 
in the apparatus EQI. As shown, the apparatus 
EQ1 has an oxy-hydrogen bumer 116 which can 

45 slide along a groove 31 cut on a bottom plate 30. 
In the following description the longitudinal direc- 
tion of groove 31 is taken as the X direction. A gas 
tube 32 is connected to the oxy-hydrogen burner 
116. Oxygen and hydrogen is supplied through the 

50 gas tube 32. An oxy-hydrogen bumer 115 commu- 
nicates with the oxy-hydrogen burner 116. The 
oxy-hydrogen burner 115 is so arranged that the 
longitudinal direction thereof Is parallel to the X 
direction. 

55 The apparatus EQI has a side wall 40 projec- 

ting upward from the bottom surface 30. A chuck 
33 is mounted on the side wall 40 so as to be 
rotatable about XI axis parallel to the X direction. 



i15 



EP 0 630 864 A2 



16 



The chuck 33 grasps the preform PF1 . ? 

Fig. 16 Is a drawing to show the preform PF1 
grasped by the chuck 33 in Fig. 15, as seen in the 
direction of arrow A. As shown, the preform PF1 is 
held by holding members 33a-33d such as screws 
such that the axis of through hole 5 is coincident . 
with the XI axis. 

^'Subsequently, as shown iniFig. 15 and Fig. ,17 
viewing the preform PF1 of Fig. 15 in the direction 
of arrow B, the oxy-hydrogen burner 115 with outer 
diameter of at)Out- 7 mm is moved in the direction 
of arrow C. so that the oxy-hydrogen burner 1 1 5 
goes into the through hole 5. While the oxy-hy- 
drogen burner 115 is in the through hole 5, the 
chock; 33 rotates the preform PF1 about the center 
axis XI f of through hole 5. 

> A mixed gas of 20-liters/min. -hydrogen gas and. 
104iters/min.-oxygen gas 4s supplied to the; oxy- 
hydrogen burner 115 so as to produce flame 11 5a. 
Since the: preforip PFl is rotated while moving the 
oxyrhydrogen burn.ervl lS in the direction of arroyv 
G;.the coarse inner walhsurface in the through hole; 
5 Is fused by the flarne 115a;; Accordingly, the 
inner wall in the through hole 5 is totally and 
unifonrily fused and flarrierpoHshed^r.-^ ^ 

The temperature of' fame-polishing is pt:efer- 
ably in the range of 1300 ' C to 1600 •€ from the 
viewpoint of smoothirig the inner wall in the through, 
hole 5/. -v-.^ 

Alsoi a mixed gas of 20-liters/min.-hydrogen 
gas and lO-liters/min.-oxygen gas is supplied to 
the oxy-hydrogen burner 116 so as to produce 
flame 116a During the flame-polishing of the inner 
wall in the through hole 5 by the oxy-hydrogen 
burner 115. the flame 116a of outside burner 116 
simultaneously heats the outside of preform PF1 as 
well. Similarly, for flame-polishing of through hole 
6;i^the preform PF1 is set such that the axis X2 of 
through hole 6 becomes coincident with the rotar 
tion axis of the chuck 33, and the same process as 
thor above one for the through hole 5 is carried out. 
- In case the liquid cleaning with hydrofluoric 
acid is omitted as shown in Fig. 18 and if heating 
of the cladding 2 as described later is conducted, 
the opening portions of crack grooves 50 are fu- 
sion-spliced as shown in. Fig. 19 to form voids 
inside the crack grooves. The voids could\ be a 
cause to produce bubbles when the cladding 2 is 
heated in the process to fabricate the polarization- 
maintaining optical fiber PF3. 

After the liquid cleaning using the hydrofluoric 
acid at the second step (S2) preliminarily removed 
most of the crack grooves, the flame-polishing step 
(S3) enlarges the opening portions of . crack 
grooves 50, which can greatly reduce voids re- 
maining at the deep ends off crack grooves 50 in 
the cladding 2, as could appear when, only the 
openings of crack grooves 50 are fused to stick. 



Fourth Step . 

At the fourth step (S4) shown in Rg, 3, the 
inside of through holes 5. 6 is cleaned using gas. 

5 First, an annular dummy tube 7 made of quartz 

glass is attached in close fit with one end of the 
cladding 2, as shown in the partial longitudinal 
cross section in Fig. 20. Another annular dummy 
tgt>e 8 made of quartz glass Is also attached to the 

10 other end of the cladding 2. The dummy tube 8 is, 

fusion-spliced to the cladding 2 

Fig. 21 is a perspective view to illustrate a 
preform PFl to which the dunr^my tubes 7, 8 are 
attached and a glass lathe EQ2 in which the 

76 prefomr) PFl is set. Fig, 22 is a cross section as 
cut along the CC line and seen in the direction of 
arrows in Fig. 21. The glass lathe EQ2 has .a, 
bottom plate 60. The bottom plate 60,1$ cut to 
provide grooves 51 and 62 extending in the Ipngitu- 

20 dinal direction thereof. The longitudinal direction Is. 
defined as the X, direction. The glass lathe EQ2 is. 
equipped with a pair of chucks 63, 64 for holding 
the dummy tubes 7. 8. The dummy, tubes 7.. 8 are 
held by holding members 507 and . 5Q8 provided Jn 

26 the respective chucks 63, 64. , 

The chuck 64. is mounted on a side wail 65. . 
Lower portions of the side wall 65 are slidably fit In 
the grooves 61 so that the side wall .65. may. move 
in the X direction. An oxy-hydrogen burner 14 is 

30 slidably fit in the groove 62 so that the oxy-hy- 
drogen burner 14 may move in the )( direction. . 
Connected to the oxy-hydrogen burner 14 is a gas 
tube 66 for supplying oxygen and hydrogen there-. 

35 The chucks 63, 64 can rotate the preform PFl 
held thereby by means off electric nrwtors 67. 68, 
The chucks 63, 64 rotate the dummy tubes 7. 8 
attached to the preform PFl at a same angular 
velocity and in a same .directipni This is for .pre- 

40 venting a twisting stress from being exerted on the 
prefonm PFl. 

An opening end of one dummy tube 7 is fit in a 
cap 11 communicating with a gas tube 10. The 
opening end of dummy tube 7 is in close fit with 

45 the cap 1 1 . Since the cap 1 1 is connected through 
the dummy tube 7 to the preforni PFl. the cap 11 
rotates when the preform PFl is rotated. A seal 69 
is interposed between the gas tube 10 and the cap 
11 in order to prevent external- gas from entering 

so through the connection theret>6tween. Since the 
gas tube 10 is slldable relative to the seal 69, the 
gas tube 10 remains stationary when the preform 
PFl is rotated. 

The gas tube 10 is bifurcated. One branch of 

66 the gas tube 10 is connected through an 
open/close valve 12 to a vacuum purnp 13. The 
other branch of the gas tube 10 is connected to a 
CI2, 02, He, Oa gas supply source (not shown). 
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Gas supply from the gas supply source is epn-^ 
trolled by opening or closing valves 501, 502, 503, 
601. A flow controller 500 manufactured by TOKYO 
KEISO SHA is provided between the valves 501, 
502, 503i 601 and the gas tube 10. The flow 
controller 500 controls a flow amount of gas pass- 
ing therethrough. Side wall 602 is detachable from 
the bottom plate 60. 

Set to the opening end of dummy tube 8 are a 
cap 506 and a gas tube 504 communicating with 
an exhaust port of the cap 506 in the same ar- 
rangement as on the dummy tube 7 side. The gas 
tube 504 communicates with an evacuation pump 
505 so that gas inside the preform PF1 can be. 
evacuated through the exhaust port. 

When the preform PFI with the dummy tubes 
7, 8 attached thereto is installed in the glass lathe 
EQ2 as shown in Fig. 21 and Fig. 22, the dummy 
tube 7 is held by the chuck 63. as shown in Rg. 
23, and thereafter the side wall 65 is slid from right 
to left in the drawing. 

After completion of the apparatus arrangement 
as described, the interior of through holes 5. 6 is 
cleaned with gas. In the following description, the 
glass lathe EQ2 shown in Fig. 21 will be repre- 
sented by the schematic illustration shown in Rg. 
24 for brevity. 

After the preform PFI was set in the glass 
lathe EQ2 as described above, the preform PFI is 
heated to about 1420 by the outside oxy- 
hydrogen burner 14 with supply for example of 
chlorine at flow rate of 500 cc/min. from the gas 
supply source into the preform PFI in this state, 
achieving removal mainly of inorganic impurities 
remaining in the preform PFI. and dehydration. 
The gas flowing into the through holes 5. 6 may be 
a chlorine-based gas such as carbon tetrachloride 
(CGU), thionyr chloride (SOCb) or hydrogen chlo- 
ride (HCI). The chlorine-based gas has the de- 
hydration effect, which produces chlorine ions 
when decomposed. 

The oxy-hydrogen burner 14 Is moved at 
speed of 35 revolutions per minute in the direction 
of anrdw E in the drawing and the preform PFt is 
simultaneously rotated at 35 revolutions per 
minute. 

Further, after stopping the supply of chlorine 
gas, the preform PFI is heated to about 1420 •€ 
by the outside oxy-hydrogen burner 14 with supply 
of oxygen gas at 500 cc/min. from the jgas supply 
source, thereby removing mainly organic Impurities 
remaining in the preform PFI. 

During the heating, hydrogen and oxygen are 
supplied at flow rate of 100 liters/min. and at flow 
rale of 48 liters/min , respectively, to the oxy-hy- 
drogen burner 14. The heating temperature is the 
surface temperature of preform PFI and the heat- 
ing temperature is measured by a radiation pyro- 



meter (model IDV-1) manufactured by LAND IN- 
FRA LIMfTED; 

At the Impurity removing step (S4) the heating 
temperature of preform PFI below 1000 *0 would 
5 result In insufficient impurity removal, while the 
heating temperature of at least 1500 would 
cause deformation of preform PFI or especially of 
the holes 5, 6. Therefore, the heating temperature 
less than 1500 '0 1$ preferable. More preferably, 
10 the heating temperature is in the range of about 
1000 to 1500 *C in view of the above point. 

Also, the flow rate of chlorine gas of oxygen 
gas is preferably in the range of about 200 to 1000 
CG/min. in respect of the impurity removal. Further, 
75 the oxyrhydrogen burner 14 may be moved at 
speed of 2 to 60 mm/min. in the direction of arrow 

By this Step the inorganic impurities remaining 
in the prefomn PFI can be removed with the: chlo- 

20 rine-based gas before using the oxygen gas in the 
impurity removing process of preform PFI ; and 
after the inorganic impurittesrwere removed with 
the chlorine-fc)ased gas. mainly organic impurities 
are removed with the oxygen gas as an oxide. 

25 whereby the Inorganic impurities can be prevented 
from reacting with the oxygen gas or being stabi- 
lized as oxides. . . . y. 

Also, this step employed the impurity removal 
process in which the chlorine-based gas and the 

30 oxygen gas was introduced in the named order into 
the preform PFI, but the impurity removal process 
may be done with a mixed gas of a chlorine-based 
gas and oxygen gas, which shows the same oper- 
ational effect as In the embodiment and which can 

36 shorten the fabrication process time of the preform 
PF2 for polarization-maintaining optical fiber. 

Accordingly^ this step uses the oxygen gas in 
the impurity removing process in fabricating the 
preform PF2 for polarization-maintaining optical fi- 

40 ber whereby mainly organic impurities remaining in 
the preform PFI , which cannot be fully removed 
by the chlorine-based gas as employed in the 
conventional methods, can be removed. This re- 
sults in preventing production of bubbles due to 

45 gasification of such organic impurities, achieving 
great improvements in optical transmission char- 
acteristics and in mechanical strength. 

Fifth Step 

50 

At the fifth step (S5) shown in Rg. 3, the 
stress-applying members are inserted into the 
through holes 5, 6. 

After cooling the preform PFI. the cylindrical 
56 stress-applying members 3, 4 made of BaOa-dop- 
ed quarfe glass and having the diameter of 10.3 
mm are inserted into the through holes 5. 6 and 
fixed therein, as shown in Rg. 25. Fig. 26 shows a 



19 



EP 0 630 864 A2 



20 



state in which the preform PFl with the stress- 
applying members is set in the apparatus EQ2 of 
Rg.24. 

Sixth Step ■ - 

?At the sixth step (S6) shown in Rg. 3, the 
inside of through holes 5^ 6 and the stress-applying 
members 3v 4 are cleaned with gas in the state 
where the stress-applying .members are inserted in 
the through holes 5, 6. - - , 

With the- apparatus of Fig; 24 the preform PF1 
is again heated to about 1050 by the outside 
oxy-hydrogen burner 14 while the chlorine gas Is 
supplied at flow rate of 500 cc/min. from the gas 
supply. source into the preform PFI^ thereby effec- 
ting removal mainly of inorganic impurities remain- 
ing:¥in the througK holes.5. 6 In preform PFti^and 
the stress-applying members 3v 4, and dehydration. 

After stopping the supply: of chlorine gas, the 
preform. PFl ;is« fut#ien heated^to about. 1050. * C by 
the outside^ oxy-hydrogen burner. 14 rwhile the oxy- 
gen, gas is supplied at flow rate of 500 cc/min. from 
the gas supply source., thereby * effecting, removal 
mainly of organic impuritiesr-j!emaining in the 
preform PFl and the stress-applylr^girr^ernbe^^ 
4. The oxy-hydrogen burner 14 is moved at speed 
of 35 mm/min. in the directjon;of arrow E= In Fig. 26 
and the preform. PFl is not rotated. , . 
: During the heating the flow rate of hydrogen 
supplied to the oxy-hydrogen burner 14 is TOO 
liters/min. and the flow rate of oxygen 15 liters/min. 
The heating temperature Is the surface temperature 
of preform PFl and the heating temperature is 
measured using the radiation pyrometer (model 
IDV-1) manufactured by LAND INFRA LIMITED. 

. At the impurity removing step (86) the heating 
temperature of preform PFl below 100Q "C would 
result in insufficient impurity removal, while the 
heating temperature of at least 1200 *C would 
cause deformation of preform PFl . especially of 
boles 5, 6. or cracks upon incorporation of the 
stress-applying members 3, . 4 with the 
core/cladding preform. Therefore, the heating tem- 
perature less than 1200 "C is preferable, More 
preferably, the heating temperature is in the range 
offrabout iOOO to 1200 ^^C in view of the above 
point. 

'Also, the flow rate of chlorine gas and oxygen 
gas Is preferably in the range of about 200 to 1000 
cc/min. in respect of the impurity removal. Further, 
the oxy-hydrogen burner 14 may be moved at 
speed of 2 to 60 mm/mln. In the direction of . arrow 
E. „: 

This step has the same operational effect as 
the fourth step (34). The heating temperature was 
set to 1050 in this step. This is because the 
melting point of the stress-applying rnembers 3, 4 



is lower than that of the cladding 2. 
Seventh Step 

5 At the seventh step (S7) shown In Fig. 3, 

helium gas is introduced into the through holes 5, 

6. . ■■ 

As shown in Fig. 27, helium gas (He) is sup- 
plied through the gas tube 10 into the dummy tube 

70 7 while keeping the open/close valve 12 closed and 
is exhausted from the dummy tube 8 side by the 
evacuation pump 505 in Rg. 22. The outside of 
preform PF1 is heated by the oxy-hydrogen 
(H2/O2) burner 14 in this state. In the present 

76 embodiment the helium gas is supplied at flow rate 
of . 500 cc/min. The flow rate of helium gas is 
preferably in, the range, of v. about 200: to 1000 
cc/min.. Also, this step may: empk)y other, rare gaS: 
than the helium gas.. . i i v< ri Xx^O'i 

Eighth Step . 

At. the eighth step (88) shown in , Rg. 3. the 
pressure inside the through.holes. 5.. Oris reduced 

25 and the dummy tubes 7, 8 are fusion-spllqed rta 
keep the inskle of through holes 5, 6 in a .herme|ic 
seal. ij; a.-. 

When the helium gas replaces the -air- incthe 
dummy tubes 7. 8 and the through holes 5„6 :tQ: fill 

30 the room therein, one side of the durnmy tube 8 is 
heated to melt and to be united, thereby , closing 
the open end of dummy tube 8. At the same tinri©. 
the open/close valve 12 is opened as supplying the 
helium gas. 

35 Then evacuation is continued through , the 
open/close valve 12 by the vacuum pump 13 while 
supplying the helium gas. as shown in Rg. 28. so 
that the helium gas filling the dummy tubes 7, 8 
and the through holes 5, 6 Is fully evacuated so as 

40 to make the Inside of preform PFl In a reducedr 
pressure state. 

In the present embodiment the pressure In the 
prefom PFl is reduced to about 10 torr and there^ 
after one side of dummy tube 7 Is heated to melt 

45 and to be united, thereby closing the open end of 
dummy tube 7 in a hermetic seal. Next, the supply 
of helium gas is stopped and the evacuation by the 
vacuum purnp. 13 is also stopped. Here, the pres- 
sure may be further reduced lower than 10 tprr tp' 

50 qbtain a sufficient vacuum state (for example 5. 
torr). In the respect of effective exhaust, it is prefer- 
able that preform PFl Is heated by the heater such 
as burner 14, while the pressure in the through 
holes 5, 6 is reduced. 

65 Next, heating one end of dummy lube 7, as 

shown in Rg. 29, the side wall 65 shown in Rg. 22 
is moved in the direction of arrow -X to separate 
the preform PFl from the cap 11 and to obtain a 
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preform PF2 for polarization^'mdintiiihing optical fi- 
ber in the reduced-pressure state Inside. 

Even if a perfect vacuum state were not ob- 
tained in this step and the fiber drawing must be 
conducted with a small amount of helium gas re- 
maining, high-temperature heating of preform PF2 
during the fiber drawing forces the helium gas to 
dissolve and diffuse In the cladding 2 so as to be 
discharged from the cladding 2 to the outside oi' to 
be kept in the cladding 2 as dissolved, whereby 
bubbles can be effectively prevented from being 
produced. ^ 

Ninth Step 

At the ninth step (S9) shown in Fig. 3, the 
preform PF2 for polarization-rnaintaining optical fi- 
ber as obtained at the eighth step is subjected to 
fiber drawing to form a polarization-nfiaintainihg op- 
tical fiber PF3. ; ^ 

First, the polarization-maintaining optical fiber 
preform PF2 is removed from the glass lathe EQ2 
with the both ends being kept in a hermetic seal. 
The polarizalibn-rhaintainirig optical fiber preform 
PF2 is set in a drawing furnace 15, as shown in 
Rg. 30. One end fJortibh of the polarization-main- 
taSning optical fiber prefomn PF2 is heated to about 
2060 'C by the drawing furnace 15 so as to be 
fused. Keeping the preform in the fused state, the 
drawirtg is cqntiniied witb a drawing tension of 
abbut lis g and at drawing speed of 100 m/min. 
The temperature measurement is made by mea- 
suring the temperature of a maximum temperature 
p)ortion In the furnace core of the dirawir>g fumace 
15 with an electro-optical pyrometer (model IR-U) 
manufactured by CHINO SEISAKUSHO SHA. 

With the fiber drawing as shown in Rg. 30, 
because the thermal expansion coefficient of 
stress-applying members 3. 4 Is larger than that of 
the cladding 2. the stress-applying members 3. 4 is 
contracted more than the cladding 2 as cooled, 
whereby predetermined stresses are forced on the 
core 1. Conditions for the fiber drawing are as 
follows: the teriiperature 1800 to 2100 "C; the 
drawing tension 10 to 50 g; the drawing speed 
about 50 to 300 m/min. 

According to the above first to ninth steps (SI 
to S9), a sihgle-nriode polarization-maintaining op- 
tical fiber PF3 of outer diarheter 125 um as shown 
in Fig. 2 can be obtained with length of at least 10 
km. ■ • 

Pre-treatment step for stress-applying memt>ers 

The stress-applying members 3, 4 to be in- 
serted into the holes at at)ove step 5 are treated 
according to the flowchart shi^Wn in Fig. 31 . 



Step A 

At step A (S(A)) shown In Rg. 31, the stress- 
applying members 3, 4 are cleaned with liquid. 

5 This step is the same as the liquid cleaning step 
for preform PF1 as described at the second step 
shown in Fig. 3. 

Three vessels 117, 118. 119 are first prepared 
as shown in Rg. 32. The first vessel- 117 is filled 

10 with 5 % aqua regia (mixture of hydrochloric add 
and nitric acid). The second vessel 118 is filled 
with ethyl alcohol. The third vessel 1 19 is filled with 
a 5 % HF (hydrofluoric acid) solution. These ves- 
sels 117, 118, 119 are set on an ultrasonic cleaner 

76 120. Grooves are made on the ultrasonic cleaner 
1 20. and the vessels 1 1 7. 1 1 8, 1 1 9 are set in the 
grooves. 

Ultrasonic cleaning is continued for one hour 
while the stress-applying members 3, 4 are soaked 

20 in the vessel 1 17 as shown in Fig: 33. Since the 
vessel 117 contains the aqua regia, metal impuri- 
ties present on the surfaces of stress-applying 
members 3, 4 are removed. As -shown in Rgi -34, 
puire water is poured into the vessel 117 to rinse 

25 the stress-applying memberis 3; 4 therewith. On 
this occasion the ultrasonic cleaner 120 may be 
operated to effect ultrasonic cleaning to rinse the 
stresis-applying members 3. 4. Liquid overflowing 
out of the vessel 117 flows in the grooves on the 

30 ultrasonic cleaner 120 to be discharged to the 
outside. 

After that, the stress-applying members 3, 4 
are taken out of the vessel 117, and ultrasonic 
cleaning is perfonmed for one hour while the stress- 

35 applying members 3. 4 are soaked in the vessel 
118 as shown in Fig. 35. Since the vessel 118 
contains ethyl alcohol, organic impurities present 
on the surfaces of stress-applying members 3. 4 
are removed. As shown in Rg. 36. pure water is 

40 poured into the vessel 118 to rinse the stress- 
applying members 3, 4 therewith. On this occasion 
the ultrasonic cleaner 120 may be operated to 
perform ultrasonic cleaning to rinse the stresis- 
applying members 3, 4. Liquid overflowing out of 

45 the vessel 118 flows in the grooves on the ultra- 
sonic cleaner 120 to be discharged to the outside. 

Further, stress-applying members 3, 4 are tak- 
en out of the vessel 118 and ultrasonic cleaning is 
conducted for one hour while the stress-applying 

so members 3, 4 are soaked in the vessel 119 as 
shown in Rg. 37. Since the vessel 119 contains the 
HF solution, undesired impurities present on the 
surfaces of stress-applying members 3, 4 are re- 
moved. The removal of the impurities is effected 

65 by the corrosive action of hydrofluoric acid against 
Sao2, which slightly etches the surfaces of stress- 
applying members 3, 4. As shown in Rg. 38, pure 
water is poured into the vessel 119 to rinse the 



23 



EP 0 630 864 A2 



24 



stress-applying members 3. 4 therewith. On this 
occasion the ultrasonic cleaner 120 may be op- 
erated to conduct ultrasonic cleaning to rinse the 
stress-applying members 3. 4. Liquid overflowing 
out of the vessel 119 flows in the grooves on the 
ultrasonic cleaner 120 to be discharged to the 
outside. 

'^After that, the stress-applying members 3» 4 
are taken out of the vessel 119. and. dried In an 
unrepresented clean bench. - . ^ 

Step B 

- At step B (S(B))» the surfaces of stress-apply- 
ing members 3. 4 are flame-polished. 

^Fig.- 39 is a perspective view to show a glass 
lathe EQ2 for flame-polishing the surfaces of 
stress-applying members 3, 4 and the, stress-apply- 
ing member 3 (4).se!^ in the glass. lathe. EQ2. .This 
apparatus EQ2ri^ the same as. the ;apparatus..,EQ2 
as shown in Fig.r21;. p:!;:;f v r ^ ; r < ^' 

-The stress-applying >.m^ ris held - by 

chucks B3»r64,. The chuckSr63, 64 are rotated at a 
same angular velocity in the directipn of arroyv .Q to 
rotate the stress-applying,member,3j(4). This is. for 
avoiding a twisting stress exerted: orivthe, stressr 
applying member 3, The stress-applying^member .3 
(4) is heated to 1020 'G by an oxy-hydrogen 
burner 14. The temperature measured in the above 
condition is defined by measuring the surface tem- 
perature of stress-applying member 3 (4) with the 
radiation pyrometer (model IVD-1) manufactured by 
LAND INFRA LIMITED. The oxy-hydrogen burner 
14 is moved at speed of 40 mm/min. in the direc- 
tion of arrow E in the drawing, while the stress- 
applying member 3 is simultaneously rotated at 35 
revolutions per minute. During the heating a flow 
rate of hydrogen supplied to the oxy-hydrogen 
burner 14 is 60 liters/min. and a flow rate of oxygen 
is 20 liters/min. 

evince the stress-applying member 3 is rotated 
with the movement of oxy-hydrogen burner 14 in 
the direction of arrow E» the coarse surface of 
stress-applying member 3 (4) is fused. Accord- 
ingly, the surface of stress-applying member 3 is 
totally uniformly fused to be flame-polished. The 
stress-applying member 4 Is also subjected to the 
same flame-polishing treatment as the stress-^ 
plying member 3. 

After the liquid cleaning using the hydrofluoric 
acid at the step A (S(A)) removed most of fine 
crack grooves present on the surfaces of stress- 
applying members 3» 4. the flame-polishing step 
(S(B)) enlarges the opening portions of crack 
grooves, which can greatly reduce voids remaining 
at the deep ends of crack grooves in the stress- 
applying members 3, 4. as could appear when only 
the openings of crack grooves are fused to stick. 



The steps (Si -S9, S(A), S(B)) will be described 
in more detaiL 

Characteristics of polarization-maintaining optical fi- 
5 ber fabricated according to the above steps . 

A polarization-maintaining optical fiber PF3 with, 
outer diameter of 125 um as shown in Rg.. 2 was 
obtained according to steps A, B {S(A), S(B)) and 

10 the first to ninth steps (SlrS9). The length of thef 
polarization-maintaining opticar fiber was 12 km. 
Characteristics of the thus obtained fiber were ex- 
amined. Cross talk at 12 km was -20 dB and a 
transmission loss was 1.4 dB/km. The cross talk 

76 was measured with a cross talk measuring appara- 
tus such that linearly polarized light was made 
incident into one end in alignment with the fiber 
polarization axis and a quantity . 61 .light .outgoing: 
from the other end was nrieasured in the jdii;ectiQn: 

20 perpendicular to the incident axis. AIsq, rtheltransV 
mission loss -was ; measured^. with a -transmission 
loss measuring apparatus measuring a quan;H)iy. of 
incident light into the fiber and a quantity of out- 
going light after transmission through the fiber. 

25 Further, the 12-km fiber was, cut into Irkrn 
pieces. Cross talk for each piece was measured. 
The cross talk of the cut fibers was not more than 
-30 dB. Here let us define "cross talk yield" as, a 
ratio of sum length of Irkrn standard fibers with 

30 cross talk of not more than -30 dB to the total 
length of the obtained fiber; "loss yield" as a ratio 
of 1-km standard fibers with loss of not more thari. 
2.0 dB to the total' length of the obtained fiber; and 
"non-defective yield" as a ratio of 1-km standard 

35 fibers with cross talk of not more than -30 dB and 
with loss of not more than 2.0 dB to the total length 
of the obtained fiber. Then, "cross talk yield", "loss 
yield" and "non-defective yield" of the polarization- 
maintaining optical fiber as obtained by the albove 

40 fabrication process all were 100 %. 

At the fourth and sixth steps (S4, S6) the 
chlorine gas and oxygen gas was used for clean- 
ing. Experiments were conducted for examining the 
effect to use both the chlorine gas and the oxygen 

45 gas. 

First, an 11 -km polarization-maintaining optical 
fiber PF3 was fabricated by the same steps as 
those described above except that only the chlor 
rine. gas was used at the steps (S4. S6) and that 

50 the seventh step {S7) was excluded. Characteristics 
of the thus obtained polarization-maintaining optical 
fiber were evaluated. Cross talk for the entire 
length of 1 1 km was -7 dB and a transmission loss 
was 1.3 dB/km. Further, the 11 -km fiber was cut 

56 into 1-km pieces to produce eleven rods. Cross talk 
for each rod was measured. Seven rod fibers out of 
the eleven rods showed excellent values of cross 
talk of not more than -30 dB. However, the remain- 
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ing four rods showed cross talk of at least -15 dB. 
The cross talk yield was 63.6 %, the loss yield was 
100 % and the non-defective yield was 63.6 %. 

Next, a 13-km polarization-nnaintaining optical 
fiber PF3 was fabricated by the same steps as 
those described above except that only the oxygen 
gas was used at the steps (S4, S6) and that the 
seventh step (S7) was excluded. Characteristics of 
the thus obtained polarization-nDaintaining optical 
fiber were evaluated. Cross talk for the entire 
length of 13 km was -6 dB. Transmission loss for 
the entire length of 13 km was 3.8 dB/km. Further, 
the 13-km fiber was cut into 1-km pieces to pro- 
duce thirteen rods. Cross talk for each rod was 
measured. Eight rod fibers out of the thirteen rods 
showed excellent values of cross talk of not more 
than -30 dB. However, the remaining five rods 
showed cross talk of at least *1 5 dB. The cross talk 
yield was 61.5 %, the loss yield w^ 0 % and the 
nbn-defectivG yield was 0 %. It is assumed that the 
reason for this r^ult is that water Was not fully 
removed because the chlorine gias' was not used in 
the imp>urity removing process: " 

Ojatimization oif first step 

At the above-described first step (S1) the 
through holes 5. 6 were bored into the preform PF 
arid the inner surfaces in the through holes 5, 6 
were polished up to the maximum roughness of 
about 0.5 urn' (see Fig. 4 and Rg. 5). Next de- 
scribed is the maximum roughness of the inner 
surfaces in the through holes 5, 6. 

The roughness was changed with variety for 
the inner wall surfaces in the through holes 5, 6 as 
obtained by this step. 

Polarization-maintaining optical fiber were fab- 
ricated using the first step (S1) for forming the 
through holes 5, 6. the third to ninth steps (S3-S9) 
without the second step, and steps A, B (S(A), S- 
(B)). 

Fig. 40 is a graph to show plots of cross talk 
(dB) of the thus obtained 1-km polarization-main- 
taining optical fibers against the roughness (um) of 
the inner wall surfaces in the through holes 5, 6 
obtained at the first step. It is seen from this graph 
that the cross talk can be gireatly reduced in case 
of the roughness (um) of the inner wall surfaces in 
the through holes 5, 6 befing 0 to 1 um. as com- 
pared with cases where the roughness of inner wall 
surfaces (um) exceeds 1 um. 

The roughness of inner wall surfaces was mea- 
sured using a surface roughness meter (model 
SURFTEST 402) manufactured by MITSUTOYO 
SHA. 



Optimization of second step 

At the above-described second step (S2) the 
inner walls in the through holes 5, 6 in the prefonm 
5 PF1 were cleaned with liquid. At this step the 
preform PF1 was cleaned in the hydrofluoric acid 
solution. Below described are the concentration of 
hydrofluoric acid solution used in the cleaning and 
the cleaning time. 

10 Preforms PFl used had the roughness of tr>ner 

wall surfaces in the through holes 5, 6 being 0.5 
um. The preforms PF1 were cleaned in different 
concentrations of hydrofluoric acid in the manner 
as shown in Rg. 12 and Fig. 13. Rg. 41 is a graph 

76 to show dependence of roughness (um) of the 
inner waif surfaces in the through holes 5, 6 as so 
cleariedl, on the cleaning time (min.) and on the 
concentration (%) of hydrofluoric acid used in 
cleaning: As seen from this graph, the higher the 

20 concentration of hydrofluoric acid, the shorter the 
cleaning time to obtain a same surface roughness. 
In case of a highefr concentration of hydrdffubric 
acid solution being used, the inner wall surfaces 
are cleaned within a short time, but control of 

25 roughriess becomes diffk:ult From the practibal 
ground for fabrication considering these facts, the 
concentration of HF solution is preferably higher 
than 0 % but not more than 10 %. * 

Polarisation-maintaining optical fibers were fab- 

30 ricated performing such cleaning at the second 
step (S2) and using the above first step (Sl)i the 
third to ninth steps (S3-S9) and steps A, B (S(A), 
S(B)). 

Rg. 42 is a graph to show plots of cross talk 

36 (dB) of the thus obtained 1-km polarization-main- 
taining optical fibers against the roughness (um) of 
the inner wall surfaces in the through holes 5, 6 
obtained at the second step.- 

As apparent from the results of this experi- 

40 ment, cross talk in case of the roughness of inner 
wair surfaces in the through holes 5* 6 by the 
cleaning (liquid phase etching) being not more than 
about 2.0 um is far reduced as compared with that 
in case of the roughness of inner wall surfaces in 

45 the through holes 5, 6 being not less than about 
2.0 unri. Accordingly, the roughness of inner wall 
surfaces in the through holes 5, 6 is preferably to 
be determined in the range of 0 to 2.0 um. Also, in 
order to keep the roughness of inner wall surfaces 

50 in the through holes 5. 6 within the range of 0 to 
2.0 um, the concentration of HF solution is prefer- 
ably higher than 0 % but not more than 10 %. 

Second Emtx>dimem 

55 

The effect by the liquid cleaning at the second 
step (S2) will be next examined. 
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A polarization-maintaining pRtical fiber PF3 
shown in Fig. 2 was fabricated using the aqua regia 
(mixture of hydrochloric acid and nitric acid) and 
ethyl alcohol but not using the hydrpflupric acid 
solution at the second step (S2) (this process will 
be referred to as step 2a). 

Namely, the stress-applying members 3. 4 
were. Gleaned using the steps A, B {S(A), S(B)) and 
the preform PF of Fig. l was processed using the 
first sitep (Si), the step 2a and the third to ninth 
steps (S3-S9).: 

Pharacteristics of Ihc thus qbtaincd polariza- 
tion-maintaining optical fiber wore ovaiudtod. Cross 
talk at^the full length of i2 km was -5.5 dS and a 
loss was 1.5 dB4<m. Further* the 12-km fiber was 
cut into 1-km pieces to obtain twelve rods. Cross 
talk for each rod was measured. Out of the twelve 
rods^g^five rod fibers Sfhowed excellent values of 
cross talk of not tnore than -30 dB. However, the 
remaining seven ;rpds shovyed cross talk of at least 
-,15,dB, The cross fajk yiejd. was 41 %. the loss 
yield was 100. % auid the non-defeclive yield, was 
41-7%.. ,. .-iv. .^v"- 

Third Emt)odifnent . > 

The effect by the liquid cleaning at Jthe second 
step will be next examined. 

A polarizatipn-maintaining optical fiber ,:PF3 
shown in Fig. 2 was fabricated not using the aqua 
regia (mixture of hydrochloric acid and nitric acid) 
and ethyl alcohol but only using the hydroflMoric 
acid solution at the second step (S2) (this process 
will be referred to as step 2b). 

Namely, the stress-applying menibers 3. .4 
were cleaned using the steps A, B (S(A). S(B)) and 
the preform PF of Fig. 1 was processed using the 
first .step (SI), the step 2b and the third to ninth 
steps (S3-S9). 

Characteristics of the thus obtained polariza- 
tiontmaintaining optical fiber were evaluated. Cross 
talk at the full length of 11 km was - 6 dB and ^ 
(OSS was 1.5 dB^m. Further, the 11-km fitter was 
cut into 1-km pieces to obtain eleven rods. Cross 
talk for each rod was measured. Out of the eleven 
rods,™eight rod fibers showed excellent values of 
cross, talk of not more than -30 dB. However, the 
remaining three rods showed cross talk of at least 
-15.dB. The gross talk yield was 72.7 %, the loss 
yield was 100 % and the non-defective yield was 
72.7%. 

Fourth Embodiment 

A polarization-maintaining optical fiber PF3 was 
fabricated without using the third step. .(Si3) in the 
above third embodiment. Characteristics of the thus 
obtained polarization-maintaining optical fiber were 
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evaluated. Cross talk at. the full length of 12 km 
vyas - 8 dB and a loss was 1.0 dB/kni. Further, the 
12-krT) fiber was cut into 1-km pieces to obtain 
twelve rods. Cross talk for each rod , was measured. 

5 Out of the twelve rods, eight rod fibers showed 
excellent values of cross talk of not more than -30 
dB. However, thet remaining four rods showed . 
cross talk of at least -15 dB. The cross talk yield s 
was 66.7 %. the loss yield was 100 % and the hoik 

TO defective yield was 66.7 %. 

Accordingly, it was verified that the characterisr 
tics of polarization-maintaining optical fiber PF3 
could be greatly iniproved by combining step 2b 
with step 3. 

Fifth Embodiment 

The effect by the gas cleaning at the sixth , step . 

(S6) will t>e examined. 
20 A ppls^rizatipnrmaintaining pptipal fiber PF^3 

showri in Fig. 2 was fabricated without performing 

the sixth step (gas cleaning step) in Fig, .3. Naniely. 

the stress-applying members 3, 4 vyere clewed 

using the steps A. B (S(A). S(B)) and the preform 
25 PF of Rg. 1 was processecJ using the first to fifth 

steps (S1-S5) and the seventh to ninth steps (S7- 

S9). 

Characteristics of the thus obtained ppjariza-r 
tionrmaintaining optical fiber were evaluated. Cross 

30 talk at the full length of 1 1 km was - 10.6 dB and a 
loss was 1. 9. dB/knri. Further, the 11-krn fikjer. was 
cut into 1-km pieces to obtain eleven rods. Cross 
talk for each rod was measured. Out of the eleveri 
rods, nine rod fibers showed excellent values of 

35 cross talk of not more than -30 dB. However, the 
remaining rods showed cross talk of at least -15 
dB. The cross talk yield was 81.8 %, the loss yield 
was 45.5 % and the non-defective yield was 45.5 
%. : 

40 

Sixth Embodiment 

The effect by introduction of helium gas at the 
seventh step (S7) will be examined.. 

45 A pplarization-maintaining optical fiber PF3 
shown in fig. 2 was fabricated without performing 
the seventh step (introducing step of helium gas) in 
Fig, 3. N9mely. the stress-japplying members 3, 4 
were cleaned using the steps A, B (S(A). S(B)) and 

50 the preforrn PF of Fig. 1 was processed using the 
first to sixth steps (S1-S6) and the eighth and ninth 
steps (S8 and 39). 

The thus produced polarization-maintaining op- 
tical fiber was evaluated. In first embodiment, oc- 

55 currence frequency of bubbles was about 0.001 
bubble/km. In contrast, a polarization-maintaining 
optical fiber produced by this embodiment has 
occurrence frequency of bubbles of about 1 bub- 
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bles/km. A polarization-maintaining optical fiber 
produced by conventional method described in 
Japanese Laid-open Patent Application No.62- 
12625 has occurrence frequency of bubbles of 
about 5 bubbles/km. 

Thus, a great improvement was obtained by using 
He gas according to the invention. And other steps 
according to the invention are effective for fabricat- 
ing an polarization-maintaining optical fiber having 
a excellent characteristics. It was thus verified that 
the Invention could provide a single-mode potariza- 
tion-maintaining optical fiber excellent in mechani- 
cal strength and in optical transmission characteris- 
tics. 

Characteristics of the thus obtained polariza- 
tion-maintaining optical fiber were evaluated. Cross 
talk at the full length of 10 km was - 10 dB and a 
loss was 1.6 dB/km. Further, the 10-km fiber was 
cut into 1 -km pieces to obtain ten rods. Cross talk 
for each rod was measured. Out of the ten rods, 
eight rod fibers showed excellent values of cross 
talk of not more than -30 dB. However, the remain- 
ing two rods showed cross talk of at least -15 dB. 
The cross talk yield was 80 %. the loss yield was 
100 % and the non-defective yield was 80 %. 

Seventh Embodiment 

A polarization-maintaining optical fiber PF3 
shown in Fig. 2 was fabricated without perforrhing 
the above third step (S3), seventh step (87) and 
step B (S{B)). Namely, the stress-applying meni- 
bers 3, 4 were cleaned using only step A (S(A)) 
and the preform PF of Fig. 1 was processed using 
the first step (Si), the second step (S2), the fourth 
step (84), the fifth step (85). the sixth step (86). the 
eighth step (SB), and the ninth istep (S9). 

Characteristics of the thus obtained polariza- 
tion-maintaining optical fiber were evaluated. Cross 
talk at the full length of 12 km was -9 dB and a 
loss was 0.8 dB/km" Further, the 12-km fiber was 
cut into 1 -km pieces to obtain twelve rods. Cross 
talk for each rod was measured. Out of the twelve 
rods, nine rod fibers showed excellent values of 
cross talk of not more than -30 dB. However, the 
remaining three rods showed cross talk of at least 
-15 dB. The cross talk yield was 75 %, the loss 
yield was 100 % and the non-defective yield was 
75 %. 

Eighth Emibodiment 

At the above third step (S3), as described with 
Fig. 15 to Fig. 17, the preform PF1 was heated 
using the oxy-hydrogen burner 116. but the 
preform! may be heated using high-frequency 
waves. 



Annular dummy tubes 7, 8 made of quartz 
glass are attached In a close fit to one and the 
other ends of the cladding 2, as shown In Fig. 20. 
The dummy tubes 7, 8 are fixed on chucks 63, 64 
5 as shown In Fig. 21, whereby the preform PF1 is 
set in the glass lathe EQ2. Quarter-cylinder high- 
frequency electrodes 17. 18 extending in the lon- 
gitudinal direction of prefonm PF1 are attached in fit 
onto the upper surface and the lower surface of 

10 periphery, respectively, of prefomn PF1, as shown 
in the partial cross section of Fig. 43. The high- 
frequency electrode 18 is connected to the earth 
19 and the high-frequency electrode 17 is con- 
nected through a high-frequency power source 20 

16 to the earth 19. 

After completion of such apparatus arrange-; 
ment. the valve 1 2 Is opened to evacuate Inside of 
prefomn PF1 by the vacuum pump 13. Next, argon 
gas is supplied from the gas supply source into the 

20 preform in this state. A flow rate of argon gas is in 
the range of 50 to 200 cc/min. Then the inside of 
prefonm PF1 is adjusted into a predetermined re^- 
duced-pressure state, for example at about 5 tdrrv 
and thereafter high-frequency power (frequency of 

25 13.56 MHz) is supplied from the high-frequency 
power source 20 to the high-frequency electrodes 
17. 18 to produce argon plasma inside the prefonm 
PFI.-This plasma heats the inner surfaces in the 
through holes 5, 6 whereby only the Inner surfaces 

30 are fused to be smoothed, in the present embodl^ 
ment the argon gas may be replaced by anotter 
rare gas such as helium gas. 

Characteristics of the thus obtained polariza- 
tion-maintaining optical fiber were evaluated. Cross 

35 talk at the full length of 12 km was - 32 dB and a 
loss was 1.1 dB/Tcrh. Further, the 12-km fiber was 
cut into 1 -km pieces to obtain twelve rods. Cross 
talk for each rod was measured. Out of the twelve 
rods, twelve rod fibers showed excellent values of 

40 cross talk of not more than -30 dB. The cross talk 
yield was 1 0d % . the loss yield was 1 00 % and the 
non-defective yieW was 1 00 % . 

The present embodiment can also prevent pro- 
duction of bubbles due to the surface roughness of 

45 the inner surfaces in the through holes i5, 6 and 
can achieve Improvements in optical transmission 
characteristics and in mechanical strength of po- 
larization-maintaining optical fiber PF3. Also» in the 
present embodiment the plasma was produced by 

50 applying high-frequency waves to the preform PF1, 
but the plasma may be produced by irradiating the 
preform PF1 with electromagnetic waves. 

The polarization-maintaining optical fiber fab- 
ricated in the above eight embodiment according to 

66 present invention have more better characteristics 
than the fiber described In the Japanese Laid-Open 
Application Patent No. 1^153551. 
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Ninth Embodiment . v ; ^ 

At the above fourth step (S4). as described 
with Fig. 21 to. Fig: 24* the preform PFl was heated 
using ; the oxy-hydrogen burner 14 to- clean the 
Inside of the through holes 5v 6, but the preform 
may be heated using high-^frequehcy ; waves. 

With the apparatus shown m Fig. 43 the valve 
12 Is first opened to evacuate the inside of preform 
PFl by the vacuum pump 13. For example, chlo- 
rine gas is supplied at flow rate of 500 cc/min. from 
an unrepresented gas supply into the preform PFl. 
After tho inside of preform PFl reaches a predeter- 
mined reduced-pressure state, for example about 5 
torr, high-frequency power (frequency of 1 3.56 
MHz) is supplied from the high-frequency power 
source 20 to the high-frequency electrode 17, 18 to 
change the chlorine gas into plasma r inside the 
preform PFl. This activates the chlorine gas. The 
plasma heats the prieform = PFl to at)Out 1420 'C, 
so that mainly inorganic tmpurlties remaining in the 
preform PFl are removed: and the dehydration is 
effected. During the heating the preform PFl is 
rotated at 35 revolutions per minute. The gas flow- 
ing into the through holes 5. -6 may be replaced by 
another chlorine-based: gas : such as carbon tetra- 
chloride. • ^ ^ I'Vr i^i^ :io :: :{^^>i-^'0 i.r ^ 

After stopping the supply of chlorine gas; while 
oxygen gas Is supplied at flow rate of 500 cc/mln. 
from the gas supply source, the. inside of preform 
PFl is adjusted to a predetermined reduced-pres- 
sure state, for example to about 5 torr: Then high- 
frequency power (frequency 13.56 MHz) is sup- 
plied from the high-frequency power source 20 to 
the high-frequency electrodes 17. 18 to change the 
oxygen gas Inside the preform PFl into plasma 
thereof. This activates the oxygen gas. The 
preform PFl is heated to about 1420 •C. so that 
mainly organic impurities remaining in the preform 
PFl are removed. The heating temperature is the 
surface temperature of preform PFl. and measure- 
ment of the heating temperature is conducted us- 
ing the radiation pyrometer (model IDV-1) manufac- 
tured by LAND INFRA LIMITED. 

Tenth Emt)odiment 

At the-above sixth step (S6), as described with 
Fig. 26, the preform PFl was cleaned inside the 
through holes 5, 6 with chlorine gas and oxygen 
gas, but the preform PFl may be cleaned using 
chlorine gas and ozone gas (O3). 

After completion of the fifth step, the chlorine 
gas and ozone gas Is supplied Into the apparatus 
EQ2 as shown in Fig. 21. The pipe is so arranged 
as to selectively supply the chlorine: gas (CI2) 
through a first open/close valve 501 frpm the first 
branch 10a of gas tube 10 and the ozone gas (O3) 



through a second open/close valve 601 from the 
second branch 10b. 

After completion of such apparatus arrange- 
ment, as shown in the partial cross section of Rg. 
5 44i only the first open/close valve 501 is opened to 
supply the chlorine gas through the pipe 10 at 500 
cc/min. to one end of preform PFl and at the same 
time the evacuation pump evacuates the inside 
from the dummy tube 8 side. Maintaining this state, 

10 the outer wall of preform PFl is heated to about 
1000 •€ by the oxy-hydrogen burner 14. so as; to 
evacuate impurities in the dummy tubes 7. 8 and 
the holes 5, 6 together with the chlorine gas. 
Namely, supplying the chlorine gas, the chlorine 

75 gas chemically reacts with inorganic impurities 
such as metals to be exhausted, thus cleaning the 
inorganic impurities. 

: In the apparatus arrangement of Fig. .44/ the . 
first open/close. vaJve 501 is then closed to stop>th^: 

20 supply of chforine: gas and at the same tim& only- 
the second- open/close valve 601 sis opened to 
supply ozone gas through the pipe 10 at 500 
cc/min. to the one end of preform PFl . The. evacu- 
ation pump simultaneously, evacuates the inside 

25 from the:dummy tube 8 side. Maintaining this state, 
ultraviolet rays of peak wavelength of about 253.7 
nm are irradiated onto the preform PFl for about 
thirty minutes. Namely, in this process the ozone 
gas Is supplied with irradiation of ultraviolet rays in 

30 place of the oxy-hydrogen burner 14 in th$ draw- 
ing. By this treatment, the ozone gas chemically \ 
reacts with organic impurities such as oil m the. 
dumnr>y tubes 7, 8 and the through holes 5, 6 to be 
exhausted, thus cleaning such organic impurities. 

35 Then, as shown in Fig. 45. in continuation of 

the cleaning with ozone gas one side of dummy 
tube 8 is heated by the oxy-hydrogen burner 14 to 
be fusion-spliced, so that the opening end of dum- 
my tube 8 is hermetically closed. Simultaneously, 

40 the second open/close valve 601 is closed to stop 
the supply of ozone gas, and the irradiation of 
ultraviolet ray is also stopped. In place of the 
fusion-splicing by heating one side of dummy tube 
8, the seal niay be made using a valve unit or 

45 element. V 

The present embodiment employed irradiation 
of ultraviolet rays with peak wavelength of about. 
253.7 nm during the cleaning with ozone gas, but 
the ultraviolet rays may be those with shorter , 

50 wavelength than about 300 nm. VVhen the ultra- 
violet rays with shorter wavelength than about 300 
nm are Irradiated in the ozone gas atmosphere, the 
C-C bond (carbon bond) or G-H bond (carbon- 
hydrogen bond) In organic materials can be dis- 
ss sociated. When the ultraviolet rays with peak 
wavelength 184.9 nm are irradiated in the ozone 
gas atmosphere additionally, oxygen is decom-^ 
posed and ozone can also be produced from oxy- 
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gen, obtajnjng excellent cleaning effect. 

Eleventh Emt)odiment 

At the above eighth and ninth steps (S8^ S9) 
the fiber drawing was carried out after sealing the 
polarization-maintaining optical fiber preform PF2, 
but without fusion-splicing of one end of dummy 
tube 8 as in Rg. 27 but with fusion-splicing of one 
end of dummy tube 7 as in Fig. 28 the preform' 
PF2 may be drawn with suction on the side of cap 
506 as shown in Fig. 46. 

twelfth Embodiment 

At the fifth step (S5) only the stress-applying 
members 3, 4 were inserted into the through holes 
5. 6 (see Fig- 26 to Fig. 28). In addition to the 
stress-applying merhbers 3. 4; rods 3av 3b» 4a. 4b 
for' supporting the ' strefss-applying members 3, 4 
may be in^rted into the through holes 5. 6. as 
shown in Rg. 47. 

Before the stress-applying members 3. 4 and 
the rods 3a. 3b» 4a, 4b are inserted, the dummy 
tube 7 Is heated by the burner 14 while the 
preform PFl is rotated. The heating temperature is 
nearly equal to the melting temp^erature of the 
dummy tube 7. The dummy tube 7 is stressed by 
shifting the chuck 64 to the chuck 63 In the con- 
dition the Side wall 602 Is fixed during the heating 
shown in Rg.21. Therefore, one potion of the dum- 
my tube 7 is deformed so that one portion of the 
inner surface of the dummy tube 7 curves inward. 

Similarly, the dummy tube 8 is heated by the 
burner 14 while the preform PFl is rotated. The 
heating temperature is nearly equal to the melting 
temperature of the dummy tube 8. The dummy 
tube 8 is stressed by shifting the chuck 64 to the 
chuck 63 in the condition the side wall 602 is fixed 
during the heating shown in Rg. 21 . Therefore, one 
potion of the dummy tube 8 is deformed so that 
one portion of the inner surface of the dummy tube 
8 curves inward. After that, the stress-applying 
members 3, 4 and the rods 3a, 3b. 4a, 4b are 
inserted into the through holes 5. 6 ais shown in 
Rg. 47. The rods 3a. 3b, 4a. 4b are supported by 
the portion of the dummy tubes 7. 8. Stress-^apply- 
ing members 3 and 4 are supported by the rods 
3a. 3b and 4a, 4b. respectively. 

After the stress-applying members 3, 4 are 
supported, the preform PFl is performed with the 
above steps (6th step to 9th step) in the first 
embodiment. In this embodiment, the rods 3a, 3b. 
4a, 4b have a higher melting point than the stress- 
applying members 3, 4. This arrangement makes 
the stress-applying members 3, 4 apart from the 
inner walls of the cladding 2, so that in heating the 
preform PFl, it can be heated at a temperature 



higher than the melting point of the stress-applying 
members 3, 4. Also, since the rods 3a. 3b, 4a, 4b 
have a higher melting point than the stress-apply- 
ing members 3, 4, the rods 3a, 3b, 4a. 4b are kept 

5 from being fused to stick to the cladding 2 upon 
heating of dummy tubes 7. 8. So the stress-apply- 
ing members 3, 4. are kept from being fused to 
stick to the cladding 2 upon heating of dummy 
tubes 7. 8. in addition, the length of stress-applying 

10 members 3, 4>. can be made shorter, which - can 
save the stress-applying memt>ers 3* 4. 

From the invention thus described, it wil! be 
obvious that the invention may be varied in many 
ways. Such variations are not to be regarded as a 

76 departure from the spirit and scope of the inver>- 
tion. and ail such modifications as would be ob- 
vious to one skilled in the art are intended to be 
included .within the scope of the following claims. 

20 Claims-- ■ ^ ^ ■.. 

1. A polarization-maintaining optical fiber fabrica- 
tion process for fabricating a polarization-mairi^ 
taining optical fiber from a column preform in 

25 • whicfi at core Is buried in a cladding based on 
silica glass, comprising: j 

a first step of boring a through hole into 
said cladding away from said core and along a 
longitudinal direction of said core; 
30 : a second step of removing uridesired Im- 
purities present on an inner surface in said 
through hole, wherein said second step com- 
prises a surface treatment step for introducing 
a liquid which increases a width of a scratch 
35 formed on the inner surface in the through 
hole, into said through hole; 

a third step of inserting a rod of a stress- 
applying member made of a material having a 
different thermal expansion coefficient from 
40 that of said cladding into sad through hole; 

a fourth step of sealing one end of said 
through hole fonmed in said cladding; 

a fifth step of reducing the pressure in said 
through hole with said rod inserted therein 
45 down to a pressure lower than the atmospheric 
pressure; and 

a sixth step of drawing a preform for po- 
lanzation-maintaining optical fiber formed at 
said fifth step. 

50 

2. A polarization-maintaining optical fiber fabrica- 
tion process according to Claim 1, wherein 
said liquid is a hydrofluoric acid solution. 

56 3. A polarization-maintaining optical fiber fabrica- 
tion process according to Claim 2» wherein 
said second step comprises an inorganic dis- 
solving step for introducing a liquid which dis- 
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solves undesired in(xganics into : said through 
hole, prior to said . surface treatrnent step. 

4. A polarization-maintaining optical fiber fabrica- 
tion process according to Claim 3, wherein 
said liquid which dissolves undesired inorgan- 
ics is a liquid uslng.v at least one liquid of 

. hydrochloric acid; nitric/acid iand. sulfuric acid. 

5. A polarization-maintaining optical fiber fabrica- 
tion process according to Claim 4, wherein 
said second , step cornprlses an organic dis- 
solving step for introducing a liquid which, dis- 
solves undesired. organics. into said through 
ho\Q: : i ..- ... 

6- A polarization-maintaining optical fiber fabrica- 
..tion process according to Claim wherein 
said liquid which dissolves undesired organics 
is a liquid using at least one liquid of methanol, 
ethanol, propanol and acetone. 

7i e A polarization-maintaining optical fiber fabrica- 
: . tion process according to Claim 1 wherein 
.said second; step comprises a tirne period for 
applying ultrasonic v/aves to said preforro;: 

8. A polarization-maintaining optical fiber fabrica- 
tion process according; to Claim .1 . further.com- 

. prising a flame-polishing step for flame-polish- 
: ; ing the inner surface in said through hole be- 
tween said second step and said third step. 

9. A polarization-maintaining optical fiber fabrica- 
tion process according to Claim 8. wherein 
said flame-polishing step is performed such 

: that said preform is heated, by. a burner ejec- 
ting flame into the through hole. 

10. A polarization-maintaining optical fiber fabrica- 
tion process according to Claim 1, wherein 
said first step comprises a step of polishing 
the inner surface in said through hole up to 
roughness of 0 to 1 um. 

11. A polarization-maintjaining optical fiber fabrica- 
tion process according to Claim 1, wherein 
said second step nnakes roughness of inner 
surface in said through hole within the range of 

. 0to2um. 

12. A polarization-maintaining optical fiber fabrica- 
tion process according to Claim \, further com- 
prising a plasma heating step between said 
second step and said third slep» said plasma 
heating step, while keeping the inside of said 
through hole in an atmosphere of a rare gas 
with a pressure lower than the atmospheric 



pressure, changing: said rare gas into plasma 
thereof. 

13. A polarization-maintaining optical fiber fabrica- 
5 tion process according to Claim 12, wherein 

, said changing of rare gas into plasma is con- 
, ducted by applying high-frequency waves to 
said preform. 

10 14. A polarization-maintaining optical fiber fabrica- 
tion process according to Claim 12* wherein 
said changing of rare gas into plasma is con- 
ducted by irradiating said preform with elec- 
tromagnetic waves. 

.75 ► . ■ • ■ 

1|5.. A polarisation-maintaining optical fiber fabrica- 
tion process according to Claim 1, comprising 
: .a first gas cleaning step between said surface 
treatment .'Step in said second step and, saicl 
20 third step, of introducing a gas ; which removes 

undesired. impurities present in said through 
hole, into said through hole; 

wherein said first gas cleaning step, com- 
• prises:; : . • , .[\, . 

25 a step of .introducing a first gas which 

reacts with inorganics when activated, into said 
through hole; 

a first gas activating step of activating s^d 
first gas; 7 
30 a Step executed after said first gas activat- 

ing step, of introducing a second gas vyhich^ 
reacts with organics when activated, into said 
through hole; arKi 

a second gas activating step of activating 
35 said second gas. 

16. A polarization-maintaining optical fiber fabrica- 
tion'process according to Claim 1, comprisirig 
between said surface treatment step in said 

40 second step and said third step: 

a step of introducing a mixed gas of a first, 
gas which reacts with inorganics when ac- 
tivated and a second gas which reacts with 
organics when activated, into said through 
45 ... ho\e\ and 

a gas. activating step for activating said 
mixed gas. 

17. A polarization-maintaining optical fiber fabrica- 
50 tion process a<xprding to Claim 1. further corh- 

prising a second gas cleaning step between 
said third stop and said fourth step, of in- 
troducing a gas which removes undesired im- 
purities present in said tfirough hole, into said 
65 through hole; 

wherein said, second gas cleaning step 
comprises: 

a step of introducing a first gas which 
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reacts with inorganics wlien activated, into said 
througli hole; 

a first gas activating step of activating said 
first gas; 

a step executed after said first gas activat- 
ing step, of introducing a second gas which 
reacts with organics when activated, into said 
through hole; and 

a secorKt gas activating step of activating 
said second gas. 

18. A polarization-maintaining optical fiber fabrica- 
tion process according to Claim 1, further com- 
prising between said third and said forth step: 

a step of introducing a mixed gas of a first 
gas which reacts with inorganics when ac- 
tivated and a second gas which reacts with 
organics when acttvated, into said through 
hole; and 

a gas activating step for activating said 
mixed gas. 

19. A polarization-maintaining optical fiber fabrica- 
tion process according to Claim 15, 16. 17 or 
18. wherein said first gas contains a chlorine- 
based gas. 

20. A polarization-maintaining optical fiber fabrica- 
tion process according to Claim 19. wherein 
said first gas is a mixed gas of the chlorine- 
based gas and oxygen gas. 

21. A polarization-maintaining optical fiber fabrica- 
tion process according to Claim 15. 16, 17 or 
18, wherein said second gas contains oxygen 
gas. 

22- A polarization-maintaining optical fiber fabrica- 
tion process according to Claim 21, wherein 
said second gas is a mixed gas of the oxygen 
gas and a chlorine-based gas. 

23. A polarization-maintaining optical fiber fabrica- 
tion process according to Claim 15 or 17, 
wherein said first gas activating step is effec- 
ted by supplying heat to said first gas from the 
outside of said preform. 

24. A polarization-maintaining optical fiber fabrica- 
tion process according to Claim 23, wherein 
said supplying heat to said first gas is made 
by heating said prefprifn. 

25. A polarization-maintaining optical fiber fabrica- 
tion process according to Claim 15 or 17, 
wherein said first gas activating step is effec- 
ted by changing said first gas into plasma 
thereof. 



26. A polarization-maintaining optical fiber fabrica- 
tion process according to Claim 15 or 17, 
wherein said second gas activating step is 
effected by supplying heat to said second gas 

6 from the outside of said preform. . 

27. A polarization-maintaining optical fiber fabrica- 
tion process according to Claim 26, wherein 
said supplying heat to said second gas is 

10 effected by heating sdid preform. 

2a A polarlzation-maintalnirig optical fiber fabrica- 
tion process according to Claim 15 or 17, 
wherein said second gas. activating: step is 
75 effected by changing said second gas into 

plasma. 

29. A polarization-maintaining optical fiber fabrica- 
tion process according to Claim 16 or 18. 

20 wherein said gias activating step is effected by 

supplying heat to said mixed gas" from ; the 
outside of said preform. 

30. A polarization-maintaining optical fiber fabrica- 
25 iion process according to Ctairh 29, wherein 

said supplying heat to the rnixed gas is effec- 
ted by heating said prefomn. 

31. A polarization-maintaining optical fiber fabrica- 
30 tion process according to Claim 16 or 18, 

wherein said gas activating step is effected by 
changing said mixed gas into plasma thereof. 

32. A polarization-maintaining optical fiber fabrica- 
36 tion process according to Claim 25. 28 or 31, 

wherein said changing the mixed gas into plas- 
ma is effected by applying high-frequency 
waves to the outside of said preform. 

40 33. A poliarization-maintalning optical fiber fabrica- 
tion process according to Claim 25. 28 or 31, 
wherein said changing the mixed gas into plas- 
ma Is effected by irradiating said preform with 
electromagnetic waves. 

34. A polarization-maintaining optical fiber fabrica- 
tion process according to Claim 1, further com- 
prising a second gas cleaning step between 
said third step and said fourth step, of in- 
50 troducing a gas which removes undeslred im- 
purities present in said through hole, into said 
through hole; 

wherein said second gas cleaning step 
comprises: 

55 an ozone gas Introducing step of introduc- 

ing ozone gas into said through hole while 
irradiating said preform with ultraviolet rays. 
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35. A polari2atton-maintaining optical fiber fabrica- 
tion process according to Claim 34» wherein 
said second gas cleaning step comprises, prior 
to sa\6 ozone gas Introducing step» a step of 
introducing a first gas which reacts with Inor- s 
ganics when activated, into said through hole, 

and a first gas activating step of activating said 
first gas. 

36. A polarization-maintaining optical fiber fabrica- io 
tion process according to Claim 35, wherein 
said first gas contains a chlorine-based gas* 

37- A. polarization-maintaining optical fiber fabrica- 
- tlon process/ according to Claim .34 or 35, is 
wherein a wavelength of said ultraviolet rays is 
shorter than 300 nm. . 



38. A polarization-maintaining optical fiber fabrica- 
tion process according; to Glairri 1. further com- 20 
prising a step o^ introducing heliuurn gas. into 
said through hole, between said third step and 

said fourth step. 

39. A polarization-maintaining optic^U fibe^ fabrica- 25 
tion process according to.Claim 1. further com- 
prising a helium gas Introducing step of in- 
troducing helium gas into said through hole, 
between said fifth step and said sixth step, 

'30 

4Q. A polarization-maintaining optical fiber fabrica- 
tion process according to Claim 39, further 
comprising a step of reducing the pressure in 
said through hole down to a pressure lower 
than the atmospheric pressure, between said 35 
helium gas introducing step and said sixth 
step, . 

41- A polarization-maintaining optical fiber fabrica- 
tion process according to Claim 1 , wherein 40 
prior to said third step, said rod of a stress- 
applying member is cleaned using a liquid 
which etches silica glass. 

42. A polarization-maintaining optical fiber fabrica- 45 
tion process according to Claim 1 . wherein 
support rods made of a material with a higher 
melting point than said stress-applying mem- 
. ber are set on the both ends of said rod of 
stress-applying member placed in said through 50 
hole. 
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0 Fak>rlcatlon process of polarization-maintaining optical fiber. 



@ Disclosed is a process for fabricating a polariza- 
tion-maintaining optical fiber from a column preform 
in which a core is surrounded by a cladding based 
on SiOs. This process comprises a surface treatment 
step for introducing a liquid, such as hydrofluoric 
add solution which increases a width of a scratch 
formed on a through hole, into said through hole, the 
hole having been formed by boring the cladding in 
preparation for insertion of a rod of a stress-applying 



member. 
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